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REACTIONS OF ANILINE LAKES.

Colouring Matter.
	Carrier.
	Precipitating Agent.
	Shade.
	Solubility of the Lake iu
			
				Hot Water.
	Alcohol,
	Acetic Acid.
	Tur-p<mtiu&

Ponceau BN (Bad.)
	Barytes
	Barium chloride
	Very lively
	Great
	Somewhat
	Fair
	Tracer


	
	
	carmine
	
	(yellow-
	
	


	
	
	
	
	orange)
	
	

Ponceau B for lakes
	Barytes
	Barium chloride
	Bluish carmine
	Great
	Somewhat
	Fair
	

(Bad.)
	
	
	
	
	(yellow-
	
	


	
	
	
	
	orango)
	
	

Ponceau BB for lakes
	Barytes
	Barium chloride
	Raspberry-coloured
	Fair
	Inaol.
	BmtJttwhat
	Tnmm

(Bad.)
	
	
	
	
	
	
	

Fast ponceau B (Bad.)
	Barytes
	Barium chloride
	Bright brown-red
	Fair
	Fair (yellow-Mi
	FUr
	


	
	
	
	
	poaoeau)
	
	

Tiueiis

Pair	Somewhat yellow-
